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(54) METHOD OF CUTTING PROCESSED OBJECT 



(57) A method of cutting an object which can accu- 
rately cut the object Is provided. An object to be proc- 
essed 1 such as a silicon wafer is In-adiated with, laser 
light L while a light-converging point P is positioned 
therewithin. so as to f omi a modified region 7 due to mul- 
tiphoton absorption within the object 1. and cause the 
modified region 7 to form a starting point region for cut- 



ting 8 shifted from the center line CL of the thickness of 
the object 1 toward the front face 3 of the object 1 along 
a line along whichtheobjectshouldbecut. Subsequent- 
ly, the object 1 is pressed from ttie rear face 21 side 
thereof. This can generate a fracture from the starting 
point region for cutting 8 acting as a start point/thereby 
accurately cutting the object 1 along the line along whfeh 
the object should be cut. 
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Description * 
Technical Field 



[0001] The present invention relates to a method of 
cutting an object to be processed for cutting an object 
to be processed such as a semiconductor material sub- 
strate, a piezoelectric substrate, and a glass substrate. 

Background Art 

[0002] One of laser applications is cutUng. The follow- 
ing is typical cutting by laser. For example, a part to cut 
in an object to be processed such as a semiconductor 
wafer or glass substrate is irradiated with laser light hav- 
ing a wavelength absorbed by the object, and melting 
.by heating is advanced by the laser light absorption from 
the front face to rear face of the object in the part to cut, 
so as to cut the object. However, this method also melts 
the surroundings of a jegion which becomes a part to 
cut in the front face of the object. As a consequence. In 
the case where the object to be processed is a semi- 
conductor wafer, there Is a fear of semiconductor devic- 
es positioned near the above-mentioned region among 
those formed on the front face of the semiconductor wa- 
fer melting. 

[0003] Examples of methods of preventing the front 
face of such an object to be processed from melting in- • 
dude laser cutting methods disclosed in Japanese Pat- 
ent Application Laid-Open Nos. 2000-219528 and. 
2000-15467. The cutting methods of these publications 
cause laser light to heat a part to cut. in the object to be 
processed, and ihen.cool the object, so as to generate 
a themial shock at the part to cut In the object, thereby 
cutting the object. 

Disclosure of the Invention 

[0004] When the thenna! shock generated In the ob- 
ject to be processed is large in the cutting methods, in 
these publications, however, unnecessary fractures 
such as those deviating from the line along which the 
object should be cut or those extending to a part not 
inadiated with laser may occur In the front face of the 
object Therefore, these cutting methods cannot per- 
fomi precision cutting. When the object to be processed 
is a semiconductor wafer, a glass substrate formed with 
a liquid crystal display unit or a glass substrate fonned 
with an electrode pattern in particular, semiconductor 
chips, the liquid crystal display unit, and electrode pat- 
tern may be damaged by the unnecessary fractures. 
Since an average Input energy is large In these cutUng 
methods, they impart a large themrial damage to the 
semiconductor chips and the like. 
[0005] In view of such circumstances, it is an object 
of the present invention to provide a method of cutting 
an object to be processed-which can accurately cut the 
object. 
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[0006] For achieving the above-mentioned object, the ' 
method of cutting an object to be processed in accord- 
ance with the present Invention comprises a starting 
point region for cutting forming step of irradiating a wa- 
5 fer-Iike object to be processed with laser I^ht while po- 
sitioning a light-converging point therewithin, so as to 
fonri a modified region due'to mulliphoton absorption 
within the object, and causing the modified region to 
form a starting point. region for cutting, deviated from a 
10 center position of the object in a thickness direction 
thereof toward one end face of the object, along a line 
along which the object should be cut in the object; and 
a pressing step of pressing the object from the other end 
face side of the object. 
IS [0007] In this method of cutting an object to be proc- 
essed, the modified region fonned by multiphoton ab- 
sorption forms a starting point region for cutting within 
the object along a desirable line along which the object 
should be cut for cutting the object. Here, the multipho- 
20 ton absorption occurs locally within the object, so that 
laser light Is hardly absorbed by orie end face of the ob- 
ject and the other end face on the opposite side thereof, 
whereby one end face and the other end face can be 
prevented - from melting upon -laser light irradiation. 
25 Since the starting point region for cutting is fonned so 
as to deviate from the center position of the object in the 
thickness direction thereof toward one end face, when 
the object is pressed from the other end f ace side/a frac- 
ture can- be generated In the object from the starting 
30 point region for cutting acting as a start point with a 
pressing force smaller than that In the case where the 
starting point region for cutting is fomied at the center 
position. This can prevent unnecessary fractures devi- 
ated from the line aiong which the object should be cui 
^ from occurring, and accurately cut the object along the * 
line along which the object should be cut. 
[0008] Here the light-converging point refers to a lo- 
cation at which laser light Is converged. The starting 
point region for cutting refers to a region to- become a 
40 start point for cutting when the object to be processed 
is cut. Therefore, the starting point region for cutting is 
a part to cut where cutting is to be performed in the ob- 
ject. The starting point region for cutting may be pro- 
duced by continuously forming a modified region or in- 
45 termittently fomning a modified region. The expression 
"fomi a starting point region \o\ cutting deviated from a 
• center position of the object in a thickness direction 
thereof toward one end face of the object" means that 
a modified region constituting the starting point region 
^0 for cutting Is f omied so as to deviate from the half thtek- 
ness posltton of the object In the thickness direction 
thereof toward one end face. Namely, it means that the 
center position of the width of the modified region (start- 
ing point region for cutting) in the thickness direction of 
« the object is positioned so.as to deviate from the center 
position of the object in the thickness direction toward 
one end face, and is not limited to the case where the 
whole modified region (starting point region for cutting) 
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is posrb'oned on the one end face side of the center po- 
sition of the object in the thickness direction. 
[0009] PreJerabiy, the pressing step presses the ob- 
ject along the line along which the object should be cut. 
When cutting an object to be processed Into f uncttonal 5 
devices in the case where the functional devices are 
formed like a matrix as a laminate part on the other end 
face of the object, for example, the object can accurately 
be cut into the functional devices if a line along which 
the object should be cut is set between neighboring io 
functional devices and the object is pressed along this 
line along which the object should be cut Also, this can 
substantially eliminate tiie action of the pressing force 
on the functional devices. 

[0010] Preferably, positional data of the line along is 
which the object should be cut with respect to the object 
to cut is stored in the starting point region for cutting 
forming step, and the object is pressed along the line 
along which the object should be cut according to the 
positional data in the pressing step. This makes it pos- 20 
sible for the pressing force to act easily and accurately 
on the starting point region for cutting formed within the • 
object. 

Brief Description of the Drawings 25 
[0D11] 

Fig. 1 Is a plan view of an object to be processed 
during laser processing in the laser processing 30 
method in accordance with an embodiment of the 
present invention; 

Fig. 2 Is a sectional view of the object to be proc- 
essed taJcen along the line 11-11 of Fig. I ; 
Fig. 3 is a plan view of the object to be processed 3S 
after laser processing by the laser processing meth- 
od in accordance wUh the embodiment; 
Fig. 4 is a sectional view of the object to be proc- 
essed taken along the line IV-IV of Fig. 3; 
Rg. 5 is a sectional view of the object to be proc- 40 
essed taken along the line V-V of Fig. 3; 
Fig. 6 is a plan view of the object to be processed 
cut by the laser processing method in accordance 
with the embodiment; 

Fig. 7 is a graph showing relationships between the 
electric field intensity and crack spot size in the laser 
processing method in accordance with the embod- 
iment; 

Fig. 8 is a sectional view of the object to be proc- 
essed in a first step of the laser processing method 50 
In accordance with the embodiment; 
Fig. 9 is a sectional view of the object to be proc- 
essed in a second step of the laser processing 
method in accordance with the embodiment; 
Fig. 10 is a sectional view of the object to be proc- ss 
essed in a third step of the laser processing method 
in accordance with the embodiment; 
Fig. 11 is a sectional view of the object to be proc- 



essed in a fourth step of the laser processing meth- 
od in accordance with ttie embodiment; 
l^lg. 1 2 is a view showing a pfiotograph of a but sec- 
tion In a part of a silicon wafer cut by the laser 
processing method in accordance with the embod- 
iment; 

Fig. 13 is a graph showing relationships between 
the laser fight wavelength and the internal transmit- 
tance of a silicon substrate in the laser processing 
method in accordance with the embodiment; 
Rg. 1 4 is a schematic diagram of the laser process- 
ing apparatus In accoreiance with the embodiment; 
Fig. 15 is a ftowchart for explaining the laser 
processing method in accordance with the embod- 
iment; 

Fig. 16 is a plan view of the object to be processed 
in accordance with Example 1 ; 
Fig. 1 7 is a sectional view showing a step of making 
the object to be processed in accordance with Ex- 
ample 1; 

Fig. 10 Is a sectional view showing the starting point 
region for cutting fomiing step in accordance with 
Example 1 ; 

Fig. 19 is a sectional view showing a case where a 
starting point region for cutting is positioned across 
acenter line in the objectto be processed In accord- 
ance with Example 1 ; 

Fig. 20 is a sectional view showing a case where 
the whole cutting region is positioned on the front 
face side of the center line in the object to be proc- 
essed in accordance with Example 1 ; 
Fig. 21 is a sectional view showing a case where a 
starting point region forcutling on the rear face skle 
is posltior»ed on the center line whereas a starting 
point region forcutling on the front face side is po- 
sitioned between the starting point region for cutting 
on the rearface side and the front face in the object 
to be processed in accordance with Example 1; 
Rg. 22 is a sectional view showing the pressing step 
in accordance with Example 1 ; 
Fig. 23 is a sectional view showing a step of expand- 
ing an expansion sheet in accordance with Example 

Fig. 24 is a sectional view showing a case where 
the object to be processed Is irradiated with laser 
light from the rear face side thereof in the starting 
point region for cutting forming step in accordance 
with Example 1; 

Fig. 25 Is a sectional view showing the starting point 
region for cutting forming step in accordance with 
Example 2; 

Rg. 26 is a sectional view showing the pressing step 
in accordance with Example 2; and 
Rg. 27 is a sectional view showing a case where 
the object to be processed is irradiated with laser 
light from the rear face side thereof In the starting 
point region for cutting forming step In accordance 
with Example 2. 
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Best Modes for Carrying Out the Invention 



[001 2] In the following, a preferred embodiment of the 
present invention will be explained with reference to 
drawings. In the starting point region for cutting forming 5 
step of the method of culling an object to be processed 
in accordance with this embodiment, the object is irra- 
diated with laser light while a light-converging point is 
positioned therewithin. so as to fomi a modified region 
due to multlphoton absorption within the object. There- io 
fore, the laser processing method, multlphoton absorp- 
tron in particular, will be explained at first 
[0013J A material becomes optically transparent if Its 
absorption bandgap Eq is greater than a photon energy 
hv. Hence, the condition under which absorption occurs is 
m the material is hv > Eq. However, even when optically 
transparent, the material yields absorption under the 
condition of nhy > Eq (n = 2. 3. 4. ...) If the intensity of 
laser light Is very high. This phenomenon is known as 
multiphoton absorption. In the case of pulse waves, the 20 
intensity of laser light is determined by the peak power 
density (W/cm2) of laser light at a lightK:onverglng point 
thereof. The multlphoton absorption occurs, for exam- 
ple, at a peak power density (VV/cm^) of 1 x IqS (W/ 
cm2) or higher. The peak power density is determined 25 
by (energy per pulse of laserlight at the light-converging 
pointyOaser light beani spot cross-sectional area x 
pulse width). In the case of a continuous wave, the in- 
tensity of laser light is determined by the electric field 
strength (W/cm^) of laser light at the light-converging 30 
point. 

[0014J The princlpfe of laser processing in accord- 
ance with the embodl,nent utllizlngsuch multiphoton ab- 
sorption will now be explained with reference to Figs. 1 
to 6. Fig. 1 is a plan view of an object to be processed ss 
1 during laser processing; Fig.* 2 Is a sectional view of 
the object 1 taken along the line ll-ll of Fig. 1; Fig. 3 is 
a plan view of the object 1 after laser processing; Fig. 4 
Is a sectional view of the object 1 taken along the line 
I V-IV/ of Fig. 3; Fig. 5 is a sectional view of the object 1 4o 
taken along the line V-V of Fig. 3; and Fig, 6 is a plan 
view of the cut object 1 . 

P015J As shown in Figs. 1 and 2. the front face 3 of 
the object 1 has a desirable line along which the object 
should be cut 5 for cutting the object 1 . The line along 4S 
which the object should be cut 5 Is a linearly extending 
virtual line (the object-1 may also be fonned with an ac- 
tual line acting as the line along whfch the object should 
be cut 5). In the laser processing in accordance with this 
embodiment, the object 1 is in-adiated with laser light L so 
such that a light-converging point P Is positioned within 
the object 1 under a condition causing multiphoton ab- 
sorption, so as to form a modified region 7. Here, the 
light-converging point is a location where the laser light 
L is converged. ^5 
[0016J The laser light L is relatively moved along the 
line along which the object should be cut 5 (in the direc- 
tion of anow A), so as to move the l^ht-converging point 



P along the line along which the object should be cut 5 
This fomis the modified region 7 along the line along 
which the object should be cut 5 only within the object 
1 as shown in Figs. 3 to 5. and the modified region 7 
forms a starting point region for cutting (part to cut) 8. 
In the laser processing method in accordance with this 
embodiment, no modified region 7 is formed upon heat- 
ing the object 1 by causing the object 1 to absort> the 
laser light L. Instead, the laser light L is transmitted 
through the object 1 , so as to generate multiphoton ab- 
sorption within the object 1. thereby forming the modi- 
fied region 7. Hence, the laser lighl L is hardly absorbed 
by the front face 3 of the object 1 , whereby the front face 
3 of the objefct 1 does not melt. 

[0017] If a start point exists at a location to cut when 
cutting the object 1 . the object 1 fractures from this start 
point and thus can be cut with a relatively small force as 
shown in Fig. 6. This makes it possible to cut the object 
1 without generating unnecessary fractures in the front 
face 3 of the object 1. 

[0018] There seem to be the following two ways of cut- 
ting the object from the starting point region for cutting 
acting asastartpolnt. The finstcase is where, afterfonn- - 
ing the startingpoint region forcutting. an art if bia I force 
is applied to the object, so that the object fractures from 
the starting point region for cutting acting as a start point 
whereby the object is cut. This Is the cutting in the case 
where the object has a large thickness, for example. The 
application of an artificial force encompasses applica- 
tion of bending stress and shearing stress along the 
starting point region for cutting of the object, and exer- 
tion of a temperature difference upon the object to gen- 
erate thermal stress, for example. The other case Is 
where a starting point region for cuning is fornied, so 
that the object is naturally fractured in a cross-sectional 
direction (thickness direction) of the object from the 
starting point region for cutting acting as a start point 
whereby the object is cut. This is enabled, for example! 
by forming the starting p oint region for cutting by a single 
row of modified regions when the object has a small 
thickness, and by a plurality of rows of modified regions 
aligned In the thickness direction when the object has a • 
large thickness. Even In the case of natural fracturing, 
fractures do not extend to the front face at a location not 
fomied with the starting point region for cutting In the 
part to cut. whereby only the part corresponding to the 
location formed with the starting point region for cutting 
can be fractured. Thus, fracturing can be regulated well. 
Such a fracturing method with favorable confrollability 
is quite effective, since objects to be processed such as 
silfcjon wafers have recently been apt to become thinner, 
poi 91 The modified region fonned by mumphoton ab- 
sorption in this embodiment includes the following cases 
(1)to(3): 



(1 ) Case where the modified region is a crack regfon 
including one or a plurality of cracks 

An object to be processed (e.g., glass or a pl- 
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ezoefectric material made of LiTaOa) is irradiated 
wtth^aser Ifght while a light-converging point is po- 
sitioned therevwlhih under a condition with an elec- 
tric field intensity of at least 1 x 1 0^ (Wtem^) at the 
llght-convenging point and a pube width of 1 ^ or s 
less. This pulse widlh is a condition under which a 
crack region can be formed only within the object 
while generating multiphoton absorption without 
causing unnecessary damages to the object. This 
generates a phenomenon of optbal damage due to io 
multiphoton absorption within the object. This opti- 
cal damage Induces themnal distortion within the 
object, thereby forming a crack region therewithin. 
The upper Ipnit of electric field Intensity is 1 x 1 0'*^ 
(W/cm2), for example. The pulse width Is preferably is 
1 ns to 200 ns. for example. The forming of a crack 
region due Io multiphoton absorption is described, 
for example. In "Internal Marking of Glass Substrate 
by Solid-state Laser HanDonlcs", Proceedings of 
45th Laser Materials Processing Conference (De- 20 
cember 1998), pp. 23-28. 

The inveritors detemilned relationships be- 
tween the electric field Intensity and the magnitude 
of crack by an experiment. Conditions for the exper- 
iment are as follows: 25 

(A) Object to be processed: Pyrex (registered 
trademark) glass (having a thickness of 700 
>im) 

(B) Laser 30 

Light source: semiconductor laser pump- 
ing NdiYAG laser 
Wavelength: 1064 nm 

Laser light spot cross-sectional area: 3, 14 3S 
X 10-Scm2 

Oscillation mode: Q-switch pulse 
Repetition frequency; 100 kHz 
Pulse width: 30 ns 

Output: output < 1 mJ/puIse 40 
Laser light quality: TEMqq 
Polarization characteristic: linear polariza- 
tion 

(C) Light-converging lens 45 

Transmittance with respect to laser light 
wavelength: 60% 

(D) Moving speed of a mounting table mounting so 
the object: 1 00 mm/sec 

Here, the laser light quafity being TEMqo indi- 
cates that the light convergence is so high that light 
can be converged up to about the wavelength of la- 55 
ser lighL 

Rg- 7 is a graph showing the results of the 
above-mentioned experiment. The abscissa indi- 



cates peak power density. Since laser light is pulse 
laser light, its electric field intensity is represented 
by the peak power density. The ordinate indicates 
the size of a crack part (crack spot) fomned within 
the object processed by one pulse of laser light. 
Crack spots gather, so as to form a crack region. 
The size of a crack spot refers to that of the part of 
dimensions of the crack spot yielding the maximum 
length. The data indicated by black circles in the 
graph refers to a case where the light-converging 
lens (C) has a magnification of xl00 and a numer- 
ical aperture (NA) of 0.80. On- the other hand, the 
data indicated by white circles in the graph refers to 
a case where the light-converging lens (C) has a 
magnification of x50 and a numerfcal aperture (NA) 
of 0.55. It is seen that crack spots begin to occur 
within the object when the peak power density 
reaches about io^i (w/cm^), and become greater 
as the peak power density increases. 

A mechanism by which the object to be proc- 
essed is cut upon formation of a crack region in the 
laser processing in accordance with this embodi- 
ment will now be explained with reference to Rgs. 
8 to 11 . As shown in Fig. 8, the object 1 is Irradiated 
with laser light L while positioning the light-converg- 
ing point P within the object 1 under a condition 
where multiphoton absorption occurs, so as to form 
a crack region 9 therewithin along a line along which 
the object should be cut. The crack region 9 is a 
region including one or a plurality of crack spots. 
The crack region 9 fomris a starting point region for 
cuning. As shown in Fig. 9, the crack further grows 
while using the crack region 9 as a start point (I.e., 
using the starting point region for cutting as a start 
point). As shown In Fig. 10. the crack reaches the 
front face 3 and rear face 21 of the object 1. As 
shown in Fig. 11. the object 1 breaks, so as to be 
cut. The crack reaching the front face and rear face 
of the object may grow naturally or.grow as a force 
is applied to the object, 

(2) Case where the modified region is a molten 
processed region 

An object to be processed (e.g.. a semiconduc- 
tor material such as silicon) is irradiated with laser 
light while a light-converging point is positioned 
therewithin under a condition with an electric fiekJ 
intensity of at least 1 x 10^ (W/cm^) at the light- 
converging point and a pulse width of 1 tis or less. 
As a consequence, the inside of the object is locally 
heated by multiphoton absorption. This heating 
forms a molten processed region within the object 
The molten processed region refers to a region 
once melted and then re-solidified, a region just in 
a melted state, or a region in the process of re-so- 
lidifying from its melted state, and may also be de- 
fined as a phase-changed region or a region having 
changed its crystal structure. The molten processed 
region may also be regarded as a region.in whfoh a 



5 



9 



EP 1 498 216 A1 



10 



certain structure has changed into another structure 
in monocr/stal, amorphous, and polycrystal struc- 
tures. Namely, it refers to a region fn which a monoc- 
rystal structure has changed Into an amorphous 
stmcture. a region in which a monocrystal slmcture s 
has changed into a poiycrystaj structure, and a re- 
gion in which a monocrystal structure has changed 
into a structure including an amorphous stmcture 
and a polycrystal structure, for exarrple. When the 
object is a silicon monocrystal structure, the molten io . 
processed region Is an amorphous silicon structure, 
for example. The upper limit of electric field intensity 
is 1 X ICZ (W/cm2), for example. The pulse width 
is preferably 1 ns to 200 ns. for example. 

By an experiment, the inventors have verified is 
that a molten processed region is formed within a 
silicon wafer Conditions for the experiment are as 
follows: 

(A) Object to be processed: silicon wafer (hav^ 20 
ing a thickness of 350 \im and an outer diame- 
ter of 4 inches) 

(B) Laser 

Light source: semiconductor laser pump- 25 
Ing Nd: YAG laser 
Wavelength: 1064 nm 
Laser light spot cross-sectional area: 3 14 
Xl0-ecm2 

Oscillation mode: Q-switch pulse 30 
Repetition frequency: 100 kHz 
Pulse width: 30 ns 
Output: 20 jiJ/puIse 
Laser light quality: TEMqo 
Polarization characteristic: linear polarlza- 35 
tlon 

(C) Ljght>converging lens 

Magnification: x50 40 
N. A.: 0.55 

Transmittance with respect to laser light 
wavelength: 60% 

(D) Moving speed of a mounting table mounting 45 
the object : 1 00 mm/sec 

Fig. 12 Is a view showing a photograph of a cut 
section In a part of a silicon wafer cut by laser 
processing under the above-mentioned conditions, so 
A molten processed region 13 is formed wrthin a sil- 
icon wafer 11 . The size of the molten processed re- 
gion 13 formed under the above-mentioned condi- 
tions is about 100 pirn in the thickness direction. 

The fact that the molten prr)cessed region 13 is ss 
fomned by multiphoton absorption will now be ex- 
plained. Fig. 13 is a graph showing relationshlps-be- 
tween the wavelength of laser fight and the trans- 



rnittance within the silicon substrate. Here, respec- 
tive reflecting components on the front face side 
and rear face side of the silicon substrate are elim- 
inated, whereby only the transmittance therewlthin 
is represented. The above-mentioned relationships 
are shown in the cases where the thickness t of the 
silicon substrate is 50 pjn, 1 00 200 pm, 500 nm, 
and 1 000 Jim, respectively. 

For example, it is seen that laser light is trans- 
mitted through the silicon substrate by at least 80% 
at 1 064 nm, where the wavelength of NdiYAG laser 
is located, when the silicon substrate has a thick- 
ness of 500 iim or less. Since the silicon wafer 11 
shown in Fig. 12 has a thickness of 350 ;im, themol- 
ten processed region 1 3 due to multiphoton absorp- 
tion Is fomied near the center of the silfcon wafer, I. 
e., at a part separated from the front face by 175 
nm. The transmittance in this case is 90% or greater 
with reference to a silicon wafer having a thickness 
of 200 ^m. whereby the laser light is absorbed with- 
in the sBicon wafer 11 only slightly and is substan- 
tially transrriitted therethrough. This means that the 
rriolten processed region 13 is not fonned by laser 
light absorption within the silbon wafer 1 1 (i.e., not 
formed upon usual heating with laser light), but by 
multiphoton absorption. The fonning of a molten 
processed region by multiphoton absorption is de- 
scribed, for example, in "Processing Characteristic 
Evaluation of Silicon by Picosecond Pulse Laser", 
Preprints of the National Meeting of Japan Welding 
Society. No. 66 (April 2000). pp. 72-73. 

Here, a fracture is generated in the cross-sec- 
tional direction while using a molten processed re- 
gion as a start point, whereby the silicon wafer Is 
cut when the fracture reaches the front face and 
rear face of the silicon wafer. The fracture reaching 
the front face and rear face of the silicon wafer may 
grow naturally or grow as a force is applied to the 
silicon wafer. The fracture naturally grows from the 
starting point region for cutting to the front face and 
rear face of the silicon wafer in any of the cases 
where the fracture grows from the molten proc- 
essed region in a melted state and where the frac- 
ture grows from the molteri processed region in the 
process of /e-solidifying from the melted state. In 
any of these cases, the molten processed region Is 
formed only within the silicon wafer. In the cut sec- 
tion after cutting, the molten processed region Is * 
fomned only therewithin as shown in Fig. 12. When 
a molten processed region is formed within the ob- 
ject, unnecessary fractures deviating from a line 
along whteh the object should be cut are hard to oc- 
cur at the time of fracturing, whfch nnakes It easier 
to control the fracturing: 

(3) Case where the modified region is a refractive 
index change regk>n 

[0020] An object to be processed (e.g.. glass) is Irra- 
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.dialed with laser Irght while a light-converging point Is 
posftioTied therewilhin under a condition with an electric 
field Intensity of at least 1 x los^W/cm^) at the light- 
converging point and a pulse width of 1 ns or less. When 
nnultlphotoh absorption Is generated within the object ' 5 
with a very short pulse width, the energy caused by mul- 
lipholon absorption is not transformed into thermal en- 
ergy, so that a permanent structural change such as ion- 
ic valence change, crystallization, or polarization orien- 
tation is induced within the object, whereby a refractive fo 
Index change region is formed. The upper limit of electric 
field intensity is 1 x 10^2 (W/cm^). for example. The 
pulse width is preferably 1 ns or less, more preferably 1 
ps or less, for example. The forming of a refractive Index 
change region by multlphoton absorption is described, is 
for example, in "Formation of Photolnduced Stmcture 
within Glass by f^emtosecond Laser Inradiation", Pro- * 
ceedinqs of 42th Laser Materials Processing Confer^ 
ence (November 1 997) . pp. 1 05-1 11. 
[00211 The.casesof(l) to (3) are explained as modi- 20 
tied regions forTt>ed by multiphoton absorption in the 
foregoing. When a starting point region for cutting Is 
fornied as follows in view of the crystal structure of a 
wafer-Rke object to be processed,-the cleavage property 
thereof, and the like, the substrate can be cut with a 25 
smaller force and a higher accuracy while using the 
starting point region for cutting as a start point 
[0022] Namely, in the case of a substrate made of a 
monocrysta! semiconductor having a diamond structure 
such as silicon, the starting point region for cutting is 30 
preferably formed in a direction along the (111) plane 
(first cleavage plane) or (110) plane (second cleavage 
plane). In the case of a substrate made of a III-V family 
compound semiconductor having a zinc ore type struc- 
ture such as GaAs. the starling point region for cutting 35 
Is preferably formed in a direction along the (110) plane. 
In the case of a substrate having a hexagonal ciystal 
structure such as sapphire (AI2O3). a starting point re- 
gion for cutting is preferably fonned In a direction along 
the (1120) plane (A plane) or {1100> plane (M plane) 40 
while using the (0001) plane (C plane) as a principal 
plane. 

[0O23] When the substrate is formed with an orienta- 
tion flat along a direction to be formed with the starting 
point region for cutting (e.g.. in a direcUon along the 4s 
(111) plane In the monocrystal silicon substrate) or a di- 
rection orthogonal to the direction to be fonned with the 
starting point region for cutting, the starting point region 
for cutting extending along the direction to be formed 
with the starting point region for cutting can be fomied so 
In the substrate In an easy and accurate mannfer with 
reference to the orientation flat. 
[0024] A laser processing apparatus used in the 
above-mentioned laser processing method will now be 
explained with reference to Rg, 14. Rg, 14 Is a sche- ss 
matic diagram of the laser processing apparatus 100. 
[0025] The laser processing apparatus 1 00 compris- 
es a laser light source 1 01 for generating laser light L; 



a laser light source controller 1 02 for controlling the laser 
light source 101 so as to regulate the output, pulse 
width, etc. of laser light L and the like; a dfchroic mimjr 
1 03, arranged so as to change the orientation of the op- 
tical axis of laser light L by 90^. having a function ofre- 
necting the laser light L; a light-converging lens 105 for 
converging the laser light L reflected by the dichroic mir- 
ror 1 03; a mounting table 1 07 for mounting an object to 
be processed 1 irradiated with the laser light L con- 
verged by the light-converging lens 1 05; an X-axis stage 
109 for moving the mounting table 1 07 in the X-axis di- 
nsction; a Y-axis stage 111 for moving the mounting table 
107 in the Y-axis direction orthogonal to the X-axIs di- 
redion; a Z-axis stage 11 3 for moving the mounting ta- 
ble 107 in the 2-axis direction orthogonal to the X- and 
Y-axis directions; and a stage controller 115 for control- 
ling the movement of these three stages 109, 111, 113. 
[0026] This movement of light-converging point P in 
X(Y)-axis direction is effected by moving the object 1 in 
the X(Y)-axis direction by the X(Y)-axls stage 1 09 (1 1 1 ), 
The Z-axis direction Is a direction orthogonal to the front 
face 3 of the object 1, and thus becomes the direction 
of focal depth of laser light L incident on the object 1. 
Therefore, moving the Z^axIs stage 113 In the Z-axis di- 
rection can position the light-converging point P of laser 
light L within the object 1. This can place the light-con- 
verging point P at a desirable position such as the sub- 
strate, the laminate part on the substrate, or the like In 
the object 1 when the object 1 has a multilayer stmcture, 
for example. 

[0027] The laser light source 101 is an Nd:YAG laser 
generating pulse laser light. Known as other kinds of la- 
ser usable as the laser light source 101 Include Nd: 
YVO4 laser; Nd:YLF laser, and titanium sapphlfB laser. 
Though pulse laser light is used for processing the ob- 
ject 1 in this embodiment, continuous wave laser light 
may be used as long as it can cause multiphoton ab- 
sorption. 

[0028] The laser processing apparatus 100 further 
coniprises an observation light source 117 for generat- 
ing a visible light beam for irradiating the object 1 mount- 
ed on the mounting table 107, and a visible light beam 
splitter 119 disposed on the same optical axis as that of 
the dichroic minror 103 and light-converging lens 105. 
The dichrote mirror 103 is disposed between the beam 
splitter 119 and light-converging lens 105. The beam 
splitter 119 has a function of reflecting about a half of a 
visual light bQam' and transmitting the remaining half 
therethrough, and is an-anged so as to change the ori- 
entation of the optical axis of the visual light beam by 
90\ About a half of the visible lightbeam generated from 
the observation light source 1 1 7 is reflected by the beam 
splitter 1 1 9, and thus reflected.vlsrble light beam is trans- 
mitted through the dbhroic mirror 1 03 and light-converg- 
ing lens 105, so as to illuminate the front face 3 of the 
object 1 Including the line along which the object should 
be cut 5 and the like. When the object 1 is mounted on 
the mounting table 107 such that the rear face of the 
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object 1 faces the light-converging lens 105, the "front 
face- mentioned above becomes the 'rear face" as a 
matter of course. 

[0029J The laser processing apparatus- 100 further 
comprises an image pickup devlce.i21 and an Imaging 
lens 123 which are disposed on the same optical axis 
as that of the beamsplitter 11 9, dichroic mirror 103, and 
light-converging lens 105. An example of the image 
pickup device 12Hs a CCD camera. The reflected light 
of the visual light beam having illuminated the front face 
3 Including the line along which the object should be cut 
5 and the fike is transmitted through the lightK^onverging 
lens 1 05. dichrofc mirror 103. and beam splitter 11 9 and 
forms an image by way of the imaging lens 123, whereas 
thus formed image is captured by the image pickup de- 
vice 121 . so as to yield imaging data. 
£0030] The laser processing apparatus 100 further 
comprises an Imaging data processor 125 for inputting 
the imaging data outputted from the image pickup de- 
vice 121, an overall controller 127 for controlling the la- 
ser processing apparatus 1.00 as a whole, and a monitor 
129. According to the imaging data, the Imaging data 
processor 125 calculates focal point data for positioning 
the focal point of the visible light generated from the ob- 
servation light source 117 onto the front face 3 of the 
object 1 . According to the focal point data, the stage con- 
troller llS-controls the movement of the 2-axis stage 
113, so that the focal point of visible light is positioned 
on the front face 3 of the object. Hence, the imaging data 
processor 125 functions as an autofocus unit. Also, ac- 
cording to the imaging data, the Imaging data processor 
125 calculates image data such as an enlarged image 
of the front face 3. The image data Is sent to the overall 
controller 127, subjected to various kinds of processing 
therein, and then sent to the monitor 129. As a conse- 
quence, an enlarged image or the like Is displayed on 
• the monitor 129. ' 
[0031 J Data from the stage controller 115, image data 
from the imaging data processor 125*. and the like are 
fed Into the overall controller 127. According to these 
data as well, the.overall controller 127 regulates the la- 
ser light source controller 1 02. observation light source 
117. and stage controller 115, thereby controlling the la- 
ser processing apparatus 100 as a whole. Thus, the 
overall controller 127 functions as a computer unit! 
[0032] The starting point region for cutting forming 
step in the case using the above-mentioned laser 
processing apparatus will now be explained with refer- 
ence to Figs. 14 and 15. Fig. 15 is a flowchart for ex- 
plaining thestarting'point region for cutting forming step. 
[0033] Light absorption characteristics of the stjb- 
strate of the object 1 are determined by a spectropho- 
tometer or the like whfch is not depfcled. According to 
the results of measurement, a laser light source 1oi 
generating laser light L having a wavelength to which ' 
the substrate of the object 1 is transparent or exhibits a 
low absorption is chosen (S101). Subsequently, in view 
of the thickness and refractive index of the object 1 , the 



amount of movement of the object 1 in the Z-axis direc- 
tion in the laser processing apparatus 1 00 is determined 
(S103). This is an amount of movement of the object 1 
In the 2-axis direction with relerence to the light-con- 
^ verging point P of laser light L positioned at the rear face 
of the object 1 in order for the light-converging point P 
of laser light L to be placed at a desirable position within 
the object 1. This amount of movement is fed into the 
overall controller 127. 

[0034] The object 1 is mounted on the mounting table 
107 of the laser processing apparatus 100 such that the 
rear face of the substrate faces the light-converging lens 
105. Subsequently, the thickness of the object 1 is 
measured. According to the result of measurement of 
^5 thickness and the refractive index of the object 1, the 
amount of movement of the object 1 in the Z-axis direc- 
tion Is determined (SI 03). This is an amount ot move- 
ment of the object 1 in theZ-axis direction with reference 
to the light-converging point of laser light L positioned 
20 at the front face 3 of the object 1 in order for the light- 
converging p oint P of laser light L to be positioned within 
the object 1. This amount of movement is fed into the 
overall controller 127. 

[0035] The objet 1 is mounted on the mounting table 
^5 1 07 of the laser processing apparatus 1 00. Subsequent- 
ly, visible light is generated from the observation light 
source 1 1 7. so as to illuminate thefront faceof the object 
1 (SI 05). The Illuminated front face 3 of the object 1 
. including the line along whfch the object should be cut 
^0 5 Is captured by the image pickup device 121. The im- 
aging data captured by the Imaging device 121 is sent 
to the Imaging data processor 125. According to the Im- 
aging data, the Imaging data processor 125 calculates 
such focal point nata that the focal point of visible light 
35 from the observation light source 117 is positioned at 
the front face 3 (SI 07). 

[0036] The focal point data is sent to the stage con- 
troller 115. According to the focal point data, the stage 
controller 115 moves the Z-axis stage 113 in the Z-axis 
direction (S109). As a consequence, the focal point of 
visible light from the observation light source 117 is po- 
sitioned at the front fate 3 of the object 1 . According to 
the imaging data, the imaging data processor 125 cal- 
culates enlarged image data of the front face 3 of the 
object 1 including the line along which the object should 
be cut 5. The enlarged image data is sent to the monitor • 
129 by way of the overall controller 127. whereby an en- 
larged image of the line along which the object should 
be cut 5 and Its vicinity is displayed on the monitor 129 
^0 [0037] Movement amount data determined in step 
SI 03 has been fed into the overall controller 1 27 before- 
hand, and Is sent to the stage controller 115. According 
to the movement amount data, the stage controller 115 
causes the Z-axis stage 1 13 to move the object 1 in the 
Z-axis direction to a position where the light-converging 
point P of laser light L is positfoned within the object 1 
(S111). ' 

[0038] Subsequently, laser light L is generated from 
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the laser fight source 101, so as to irradiate the line along 
vyhlch the object should be cut 5 in the front face 3 of 
the substrate of the object 1 . Since the light-converging 
point P of the laser light L is positioned within the object 
1 , a modified region is fomned only within the object 1 . 
Then, the X-axis slage 109 and Y-axis stage 111 are 
nnoved along the line along which the object should be 
cut 5. such thai the modified region fomned along the 
line along which the object should be cut 5 forms a starl- 
ing point region for cutting within the object 1 along the 
.line along which the object should be cut 5 (S11 3). 
[0039] The present invention will now be explained 
more specifically with reference to Examples. 



Example 1 

[0040] Exainple 1 of the method of cutting an object 
to be processed In accordance with the present Inven- 
tion will be explained. Figs. 1 7, 1 8. and 22 to 24 are par- 
tial sectional views of the object to be processed 1 taken 
along the line XVII-XVII of Rg. 16. Figs. 19 X6 21 are 
partial sectional views of the object 1 taken along the 
line XlX-XIX of Fig. 16, 

[0041] As* shown in Rgs. 16 and 17,~the front face 3 
Qf the ol5ject to be processed 1 , which is a silicon wafer, 
is formed with a plurality of functional devices 17 in a 
matrix in parallel with an orientation flat 16 of the object 
• 1 . whereby the object 1 1s produced. Fonned on the front 
face 3 side of the object 1 is an insulating film 1 8 made 
of SiOg or the .like, which covers the front face 3 and 
functional devices 1 7. 

[0042] Therefore, the object 1 1s a substrate, whereas 
Lhe functional devices 1/ and insulating film 18 consti- 
tute a laminate part disposed on the front face of the 
substrate. Here, the laminate part disposed on the front 
face of the substrate refers to one deposited on the front 
face of the substrate, one bonded onto the front face of 
the substrate, one attached to the front face of the sub- 
strate, etc., regardless of whether its material is different 
from or Identical to that of the substrate. The laminate 
part disposed on the front face of the substrate includes 
one disposed In close contact with the substrate, one 
disposed with a gap from the substrate, eta Examples 
of the laminate part include semiconductor active layers 
formed by crystal growth on the substrate, functbnal de- 
vices (which referto light-receiving devices such as pho- 
todiodes and light- emitting devices such as laser di- 
odes, circuit devices formed as a circuit, etc.) formed on 
the substrate, glass substrates bonded onto other glass 
substrates, etc. The laminate part also Includes one in 
whfch a plurality of layers are formed from materials dif- 
ferent from each other. 

[0043] Subsequently, as shown in Fig. 1 8. an expand- 
able expansion film 1 9 is attached to the rear face 21 of 
ttie object 1, and then the object 1 is mounted on the 
mounting table 107 of the above-mentioned laser 
processing apparatus 100, for example, such that the 
front face 3 side of the object 1 faces the nght-converg- 



ing lens 105. Thereafter, the object 1 is inadiated with 
laser Dght L while its light-converging point P is posi- 
tioned within the object 1 . so as to form a modrned region 
7 within the object 1, and cause the modified region 7 
5 to fomi a starting point region for cutting 8 along a line 
along which the object should be cut 5 inside fay a pre- 
delemiined distance from the front face 3 (laser light In- 
cident face) of the object 1 (starting point region for cut- 
ting fomaing step). Since the object to be processed 1 is 
10 a silicon wafer, a molten processed region Is fomied as 
the modified region 7. 

[0044] In the starting point region for cutting fonnlng 
step, as shown in Rg. 19. the starting point region for 
cutting 8 deviated from a center line L passing the center 
IS position of the object 1 in the thickness direction toward 
the front face (one end face) 3 is fomied ateng the line 
along which the object should be cut 5. !n the case 
where the object 1 , whfch is a silicon wafer, has a thick- 
ness of 100 Jim. by way of example, the width in the 
20 thickness direction (hereinafter simply be referred to as 
"width") of an unmodified region la positioned on the 
front face 3 side of the starting point region for cutting 8 
is 20 Jim, the width of the starting point region for cutting 
8 (l.e,,modified region 7) is 40 jim, and the width of an 
25 unmodified region 1 b positioned on the rear face 21 side 
of the starting point region for cutting 8 is 40 ^m. When 
the thickness of the object Is 50 [im, the width of the 
unmodified region la is 10>im, the width of the starting 
point regran for cutting- 8 is 20 itm. and the width of the 
30 unmodifiecl region 1 b Is 20 jim. 

[0045] In addition to such a ''case where the starting 
point region for cutiing 8 is positioned across the center 
line CL% a mode of "the starting point region for cutting 
8 deviated frc.m the center line CL toward the front face 
55 3- include the following two cases, for example. Namely, 
there are "a case where the whole starting point region 
f6r cutting 8 is positioned on the front^ace 3 side of the 
center line CL" as shown in Fig. 20, and "a case where 
two starting point regions for cutting Ba,.8b are fonned 
on the front face 3 side and the rear face 21 side, such 
that the starting point region for cutting 8b on the rear 
face 21 side is positioned on the center line CL, whereas 
the starting point region for cutting 8a on the front face 
3 side is positioned between tfie starting point region for 
^5 cutting 8b and the front face 3". 

[0046] In the case of Fig. 20. for example, the thick- 
ness of the object 1 is 100 jim, the width of the unmodi- 
fied region la is 30 jim. the width of the starting point 
region for cutting 8 Is 10 jxm'. and the width of the un- 
so modified region 1 b is 60 \im. In the case of Fig. 21 , the 
thickness of the object 1 is 200 gm, the wkJth of the un- 
modified region 1.a is 20 |im, the width of the starting 
point region for cutting 8a is 40 jim, the width of the un- 
modified region 1 c positioned between the starting point 
55 regions for cutting Ba, Bb is 20 jim, the width of the start- 
ing point region for cutting 8b Is 40 ^m, and the width of 
the unmodified region 1b is 80 pjn. 
[0047] In the starting point region for cutting fonriing 



9 



17 



EP1 498 216 A1 



18 



step, the fine along which the object should be cut 5 is 
scanned with the laser light L. The line along which the 
object should be cut 5 is set like a grid passing between 
functional devbes 1 7. 1 7 adjacent each other (see F\g. 
1 6). The positional data of the line along which theobjecl 
should be cut 5 wilh respect to the object 1 is stored into 
a storage section in the overall controller 127inthelasep 
processing apparatus 100, for example. 
[0046] After the starting point region for cutting is 
fonjied, as shown In Rg. 22. a knife edge 23 as pressing 
means is pressed against the object 1 from the rearface 
(other end face) 21 side thereof by way of the expansion 
film 1 9, so as to generate a fracture 24 from the starting 
point region for cutting 8 acting as a start point, and 
cause the fracture 24 to reach the front face 3 and rear 
face 21 of the objet 1 (pressing step). As a conse- 
quence, the object 1 is divided into Individual semfcon- 
ductor chips 25 each having one functional device 17. 
[0049] In the pressing step, the positional data of the 
lipe along which the object should be cut 5 stored in the 
storage section is read out, and the knife edge 23 Is con- 
trolled according to the positional data, so as to be 
pressed against the object 1 along the line along which 
the object should be cut 5. whereby the object _1 is 
pressed along the line along which the object should be 
cut 5. 

[0050] Thus, the positional data of the line along 
which the object should be cut with respect to the object 
1 Is stored in the starting point region for cutting fomiing 
step, and the object 1 is pressed against the line along 
which the object should be cut 5 according to the posi- 
tional data In the pressing step, whereby the pressing 
fonoe can act easily and accurately on the starting point 
region for cutting 8 fomned within the substrate 1 . Then, 
pressing the object 1 along the line along which the ob- 
jecl should be cut 5 can accurately cut the object 1 into 
each functional device 17 while substantially eliminating 
the action of the pressing force on the functional devices 
17. 

[0051] When the modified region 7 is positioned near 
the front face 3 of the object 1 as in the pressing step 
shown in Fig. 22. the knife edge 23 is pressed against 
the rear face 21 of the object 1 along the starting point 
region for cutting (part to cut) 8 fonned by the modified 
region 7. so as to break and cut the object 1. This is 
because a large tensile stress among bending stresses 
generated upon pressing the knife edge 23.acts on the 
modified region 7, whereby the object 1 can be cut with 
a relatively small force. 

[0052] After the object 1 is pressed, the expansion film 
19 Is expanded outward, so as to separate the semicon- 
ductor chps 25 from each other as shown In Fig. 23. 
Separating the semiconductor chips 25 from each other 
by using the expansion film 19 as such can make It eas- 
ier to pick up the semiconductor chips 25. 
[0053] In the method of cutting an object to be proc- 
essed in accordance with Example 1, as explained in 
the foregoing, the modified region 7 formed by multipho- 



ton absorption forms the region to cut 8 within the object 
1 along the line along which the object should be cut 5. 
Here, the multiphoton absorption occurs locally within 
the object 1 . so that the laser light L is hardly absorbed 
s by the front face 3 and rear face 21 of the object 1, 
whereby the front face 3 and rear face 21 can be pre- 
vented from melting upon irradiation with the laser light 
L, Since the region to cut 8 Is fonned so as to shift from 
the center line CL of the object 1 toward the front face 
10 3, when the object 1 is pressed by the knrfe edge 23 
from the rear face 21 side, the fracture can be generated 
in the object 1 from the starting point region for cutting 
B acting as a start point by a smaller pressing force than 
in the case where the starting point region for cutting 8 
IS is formed on the center line CL. This can accurately cut 
the object 1 along the line afong which the object should 
be cuts Virile preventing unnecessary fractures deviat- 
ing from the line along which the object should be cut 5 
from occurring. 
20, [0054] In the case where a metal film for electrostatic 
prevention or the like is fonned betweeri adj3cent func- 
tional devices 17. 17 (I.e.. on the line along which the 
object should be cut 5) in the object 1 shown in Rgs. 1 6 
_ and 17, so lhal the object l is hard to be Irradiated with 
25 the laser light L from the front face 3 side, the starting 
point region for cutting 8 can be fomned as follows. 
Namely, as shown in Rg. 24, a protection film 20 for pro- 
tecting the functional devtees 17 Is attached to the front 
face 3 side of the object 1 before attaching the expan- 
30 sion film 1 9, and the object 1 is mounted on the mounting 
table 107 of the above-mentioned laser processing ap- 
paratus 1 00, for example, such that the rearface 21 side 
of the object 1 faces the light-converging lens 1 05. Then, 
the object 1 Is Irradiated with the laser light L while the 
55 light-converging point P (s positioned therewithin, so as 
to fomi a modified region 7 within the object 1 , and cause 
the modified region 7 to form a starting point region for 
cutting 8 shifted from the center line CL to the front face 
3 side of the object 1 along the line along which the ob- 
^0 ject should be cut 5. 

Example 2 



[0055] Example 2 of the method of cutting an object 
-^5 to be processed in accordance with the present inven- 
tion will now be explained. Figs. 25 to 27 are partial sec- 
tional views of the object 1 taken along the line XVII-XVII 
ofRg:16. 

[0056] As in Example 1 mentioned above, the object 
^ to beprocessed 1 shown In Rgs. 16 and 17 is produced, 
and a starting point region for cutting 8 is formed along 
a line along whfch the object should be cut 5 Inside by 
a predetermined distance from the front face 3' (laser 
light incident face) of the object 1 (starting point region 
^5 fdr cutting forming step). In the starting point region for 
cutting fomiing step In Example 2. the starting point re- 
gion for cutting 8 shifted from the center line CL passing 
the center position of the object 1 1n the thickness direc- 
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tion toward the rear face (one end face) 21 is formed 
along the line along which the object should be cut 5 as 
shown in Rg. 25, 

[0057] Subsequently, as shown in Rg. 26, a protecUve 
film 20 is attached to the front face 3 side of the object 
to be processed 1 , so as to cover the functional devices 
1 7. Then., the knife edge 23 Is pressed againsl'lhe object 
1 from the front face (other face) 3 side of the object 1 
by way of the expansion film 19, so as to generate a 
fracture 24 from the starting point region for cutting 8 
acting as a start point, and cause the fracture 24 to reach 
the f rontface 3 and rear face 21 of the object 1 (pressing 
step). As a consequence, the object 1 is divided into in- 
dividual semiconductor chips 25 each having one func- 
tional device 17. 

[0058] In the pressing step, as in Example 1 , the po- 
sitional data of the line along which the object showld be 
cut 5 stored in the storage section is read out. and the 
knife edge 23 is controlled according to the positional 
data, so as to be pressed against the object 1 along the 
line along which the object should be cuts, whereby the 
object 1 is pressed along the line along whfoh the object 
should be cut 5. 

[0059] - When the modified region 7 is positioned.near 
the rear face 21 of the object 1 as in the pressing step 
shown In Fig. 26, the knife edge 23 is pressed against- 
the front face 3 of the objet t along the starting point 
region for cutting (part to cut) 8 formed by the modified- 
region 7, so as to break and cut the object 1. This is 
because a large tensile stress among bending stresses 
generated upon pressing the knife edge 23 acts on the 
modified region 7; whereby the object 1 can be cut with 
a relatively small force. 

[0060] Subsequently, the protective film 20 is peeled 
off from the object 1. and the expansion film 19 is ex- 
panded outward, so as to separate the semiconductor 
chips 25 from each other as in Example 1 , whereby the 
semiconductor chips 25 are picked up. 
[0061] In the' method of cutting an object to be proc- 
essed in accordance with Example 2. as explained in 
the foregoing, the starting point region for cutting 8 ie 
formed so as to shift from the center line CL of the object 
1 toward the rear face 21. Therefore, when the knife 
edge 23 presses the object 1 from the front face 3 side, 
the fracture 24 can be generated in the object 1 from the 
starting point region for cutting B acting as a start point 
by a smaller pressing force than in the case where the 
starting point region for cutting B is formed on the center 
line CL. This can accurately cut the object 1 along the 
line along which the object should be cut 5 while pre- 
venting unnecessary fractures deviating from the line 
along which the object should be cut 5 from occurring. 
Also, since the object 1 can be cut with a small pressing 
force, the influence on the functional devices 17 when 
the objet 1 is pressed from the front face 3 side can be 
alleviated. 

[0062] In the case where a metal film for electrostatic 
prevention or the like is formed between adjacent func- 



tional devices 17. 17 in the object 1, so that the object 
1 IS hard to be irradiated with the laser light L from the 
frx)nt face 3 side, the object 1 is irradiated with the laser 
light L While the light-converging point P is positioned 
s therewithin, so as to form a modified region 7 within the 
object 1 . and cause the modified region 7 to form a start- 
ing point re^on forcutting 8 shifted fmm the center line 
CL toward the rear face 21 of the object 1 along the line 
along which the object should be cuts by a method sim- 
10 liar to that of Example 1 mentioned above as shown In 
Fig, 27, 

[0063] The present invention is hot limited to the 
above-mentioned embodiment For example, though 
the front face 3 side or rear face 21 side of the object 1 

IS is pressed along the line along which the object should 
be cut 5 in the pressing step of Examples 1 and 2. the 
object 1 as a whole on the front face 3 side or rear face 
21 side may be pressed with a roller or the like. Since 
the fracture 24 is generated from the starting point re- 

20 gion for cutting 8 acting as a start point, the object 1 can 
efficiently be cut along the line along which the object 
should be cut 5 in this case as well. Also, parts (e.g., 
respective parts of the functlonal devices 1 7) of the ob- 
ject 1 on the front face 3 side or rear face 21 side may 

2s successively be pressed with a pressure needle or the 
like, Means for pressing the object 1 along the fine along 
which the object should be cut 5 Includes not only the 
above-mentioned knife edge 23, but also a cutter. 

^0 Industrial Applicability 

[0064] As explained In the foregoing, the method of 
cutting an object to be processed In accordance with the 
present Invention can accurately cut the object to be 
35 processed. 



Claims 

1 . A method of cutting an object to be processed, the 
method comprising: 



a starting point region for cutting forming step 
of irradiating a wafer-like object to be proc- 
essed with laser light while positioning a light- 
converging point therewithin, so as to form a 
modified region due to multiphoton absorption 
within the object, and causing the modified re- 
gion to form a starting point region for cutting, 
deviated from a center position of the object in 
a thickness direction thereof toward one end 
face of the object, along a line along which the 
object should be cut in the object; and 
a pressing step of pressing the object from the 
other end face side of the object. 
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2. A method of cutting an object to be processed ac- 
cording to claim 1. wherein the object is pressed 
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along the line along which the object should be cut 
in the pressing step. 

3. A method of cutting an object to be processed ac- 
cording to dalm 2; wherein positional data of the 5 
line along which the object should be cut with re- 
spect to the object is stored in the starting point re- 
gion for cutting forming step; and 

. wherein the object is pressed along the line 
along which the object should be cut according to io 
the positional data In the pressing step. 
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Fig.3 
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Fig. 5 
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Fig. 6 
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Fig, 9 
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Fig. 11 
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Fig. 15 
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Fig. 16 
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